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@ Process for producing sintered body and magnet base. 



@ A process for producing a sintered body, 
comprising inserting a separately fonmed first 
molded article in a mold for Injection molding, 
injection-molding a material identical to or dif- 
ferent from that of the first molded article in the 
mold so that the injected material and the first 
molded article form together a second molded 
article, degreasing the second molded article, 
sintering the degreased article thereby obtain- 
ing a sintered body having a difference in shrin- 
kage during the sintering between the first 
molded article and the injectton molded portk)n 
of the second molded article other than the first 
molded article portion being 5 % or less. The 
resulting sintered body is useful as a magnet 
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BACKGROUND OF THE INVENTION 

1. Field of the Invention 

The present invention relates to a process for pro- 
ducing a composite sintered body formed from mate- 
rials that are the same or different using a metal in- 
jection molding (hereinafter abbreviated to "MIM" 
method). 

2. Description of the Prior Art 

In order to prepare a molded article with dimen- 
sional accuracy, it is a common practice to conduct a 
cutting operation, (n some molded articles, however, 
the material is so hard or fragile that it is difficult to 
perform lathe machining. 

Examples of such molded articles include mag- 
net bases and yokes of motors formed using a soft 
magnetic material comprising an iron-silicon (Fe-Si) 
alloy and an iron-cobalt (Fe-Co) alloy. In these arti- 
cles, since the material is hard and fragile, the pro> 
duction yield when cutting is low, which renders these 
materials unsuitable for practical use. 

In this conr>ection, there is a metal injection mold- 
ing method (MIM method) that comprises mixing a 
metallic powder with an organic binder, subjecting the 
mixture to injection molding in a necessary shape, 
placing the resultant molded article in a furnace 
wherein the temperature is gradually raised to re- 
move the organic binder through the decomposition 
of the binder, and raising the temperature of the mold- 
ed article from which the binder has been removed, 
thereby sintering the molded article. 

This method is characterized in that it is suitable 
for working a material of the kind as described above 
and applicable to a molded article having a complicat- 
ed shape, and the yield is high. 

In some metallic components prepared by the 
MIM method, from the viewpoint of properties and 
cost, it is preferable that, depending upon applica- 
tions, the components do not comprise a single ma- 
terial. 

For example, in a magnet base for a wire dot prin- 
ter, it is not always necessary that a core portion, 
wherein a coil is wound and a current is applied so as 
to generate a magnetic flux, comprises a material 
identical to that constituting a yoke portion for form- 
ing a magnetic flux path, and from the viewpoint of 
properties and cost, it is preferable that the core por- 
tion comprises a material different firom that constitut- 
ing the yoke portion. 

When a sintered body having a protrusion and a 
thick-wall portion is formed by the MIM method, de- 
formation is liable to occur in the protrusion while 
cracking or blistering is liable to occur in the thick- 
walled portion. In this case, a sintered body can be^ 
produced with a good yield by forming a protrusion or 



a thick-walled portion by powder compression mold- 
ing, placing the formed protrusion or thick-walled 
portion in a mold and then applying the MIM method. 
The present invention relates to a process for pro- 
5 ducing the above-described composite sintered 
^ body. 

The process for sintering an injection molded ar- 
ticle comprises four steps, that is, the step of knead- 
ing raw materials, the step of injection molding, the 

10 step of removing the binder and the step of sintering. 
Specifically, a metallic powder having a mean 
particle diameter of 1 0 ^m or less is well kneaded with 
an organic binder such as paraffin wax. and a pres- 
sure of about 1 ton/cm^ is applied so as to conduct in- 

15 jection molding and provide a molded article. 

Then, the molded article is heated to a tempera- 
ture of about 400^ in a non-oxidizing atmosphere, 
such as argon (Ar) or nitrogen (N2)» subjected to a 
treatment for removing the binder through the evap- 

20 oration thereof, and then heated to a high tempera- 
ture to conduct sintering. 

In some components used in electronic equip- 
ment, tt is preferable that the metallic components 
partly comprise different materials rather than a sin- 

25 gle material depending upon applications and shapes 
thereof. 

In such applications, components have been pre- 
pared by preparing individual components by the MIM 
method and joining the components by means of 
30 screwing, soldering, diffusion joining or the like. 

When such a method is applied, the shape, ma- 
terial, etc. of the joint are limited. In general, the bond- 
ing strength is weak, and the process steps are in- 
creased, vAy'ich unfavorably cause problems such as 
35 increasing the production costs. 

When a molded article having an uneven thick- 
ness comprising a thick-walled portion, a protrusion, 
a thln-walled portion, etc. is molded by injection mold- 
ing and then sintered to give a sintered body, In the 
40 prior art, cracking or deformation Is liable to occur, 
thereby lowering the production yield. 

Accordingly, an object of the present invention is 
to improve the production yield. 

Further, with respect to different materials, It Is 
45 preferable to form a composite sintered body using 
the MIM method. In this case, cracking should not oc- 
cur in the joint. Another object of the present inven- 
tion is to provide a solution to this problem. 

50 SUMMARY OF THE INVENTION 

The above-described objects of the present in- 
vention can be attained by a process for producing a 
sintered body comprising inserting a separately 
55 formed first molded article in a mold for injection 
molding. Injection-molding a material identical to or 
different from that of the first molded article in the 
mold so that the injected material and the first molded 
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article form a second molded article, while bringing 
the difference in shrinkage during the sintering be- 
tween the material of the first molded article and that 
used for the injection molding at the formation of the 
second molded article to 5% or less, preferably 2% or 
less, e.g., through regulation of the grain size of the 
raw material powder and the amount of binder, de- 
greasing the second molded article and sintering the 
degreased article. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a graph showing a relationship between 
the binder content and the sintering shrinkage; 
Figs. 2A and 26 are perspective views of sintered 
bodies prepared in Examples 1 and 2; 
Fig. 3 is a cross-sectional view explaining Exam- 
ple 4; 

Fig. 4 is a cross-sectional view explaining Exanrv 
pie 5; 

Fig. 5 Is a sectional block diagram of a release 

type wire dot printer; 

Fig. 6 is a perspective view of a sintered body pre- 
pared in Example 3; and 

Fig. 7 is a graph showing a relationship between 
the difference in shrinkage during sintering and 
the incidence of cracking. 

DESCRIPTION OF THE PREFERRED 
EMBODIMENTS 

In the prior art. In the preparation of a sintered 
body using the MIM method, when a thick-walled por- 
tion, a protrusion, a thin-walled portion, etc. are pres- 
ent, cracking or blistering is liable to occur In the thick- 
walled portion, deformation is liable to occur in the 
protrusion and defective molding is liable to occur in 
the thin-walled portion, so that the production yield 
is unfavorably poor. 

In the present Invention, MIM is conducted in 
such a state that an article separately formed by pow- 
der compression molding Is inserted into a position in 
a mold corresponding to a thick-walled portion and a 
positbn corresponding to a protrusion while an arti- 
cle separately formed by green sheet molding is in- 
serted into a position corresponding to a thin-walled 
portion. ' 

Specifically, cracking or blistering occurs be- 
cause unexpected decomposition occurs owing to In- 
sufficient removal of the binder during the treatment 
for removing the binder. Therefore, the problem can 
be solved by a method wherein a compressed powder 
molded article comprising a much less amount of 
binder than the injection molded article is used in the 
thick-walled portion and the protrusion. 

Further, since the occurrence of deformation is 
attributable to such a phenomenon that the shape 
cannot be maintained because of the softening of the 



binder, this problem can be solved by making use of 
a compressed powder molded article wherein the 
amount of addition of the binder Is small and the bind- 
ing force between powder particles is large. 

5 Further, an injection molding material cannot be 

sufficiently filled into the thin-wall portion. This prob- 
lem can be solved by conducting injection molding in 
such a state that a green sheet molded artide is in- 
serted into the mold position corresponding to the 

10 thin-walled portion. 

When injection molding is conducted in such a 
manner that the compressed powder molded article 
or green sheet molded article is inserted into a part 
of the mold, a joint problem occurs. Since, however, 

15 injection, molding is conducted under a pressure of 
about 1 ton/cm^ both materials are completely joined 
to each other, so that no problem occurs. 

A problem wherein a sinter is prepared by con- 
ducting a two step injection molding operation using 

20 different materials, degreasing the molded article 
and sintering the decreased article is dependent on 
sintering shrinkage, which varies from material to ma- 
terial, and which leads to the occurrence of cracking 
In the joint of the sinter. 

25 For this reason, it is necessary to conform the 

sintering shrinkage of both materials to each other. In 
the present invention, the occurrence of cracking is 
prevented such that 

(1) the mean particle diameter of the powder and 
30 the amount of the binder are regulated; 

(2) the molded article Is formed with composi- 
tions being stepwise or continuously varied. 
The present invention will now be described with 

reference to an embodiment wherein use is made of 

35 an Fe-50 % Co alloy having a very large saturated 
magnetic density and an Fe-6.5 % Si alloy having in- 
creased magnetic permeability owing to an improve- 
ment in the magnetic properties of pure iron. 

Fig. 1 is a graph showing a change in the sintering 

40 shrinkage In the case that use Is nnade of two mag- 
netic substances respectively having mean particle 
diameters of 8 \im and 20 |xm, injection molding is 
conducted with the binder content varying from 35 to 
45 % by volume, the binder is removed by bringing 

45 the maximum temperature of the molding to 435°C 
and sintering is then conducted at 1400*^0 in a H2 gas 
stream for one hour. 

From Fig. 1 , it is apparent that the Fe-6.5 % Si al- 
loy exhibits a larger sintering shrinkage than the Fe- 

50 50 % Co alloy and the sintering shrinkage Increases 
with a reduction in the mean particle diameter. 

In the present invention, two materials that have 
similar sintering shrinkages are selected and the sin- 
tering shrinkage of both materials are made to con- 

55 form to each other. 

For example, when injection molding is per- 
formed using an Fe-6.5 % Si alloy (i) having a mean 
particle diameter of 20 ^m and a binder content of 38 
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% by volume and an Fe-50 % Co alloy (ii) having a 
mean grain diameter of 8 ^m and a binder content of 
40 % by volume as raw materials to provide a compo- 
site that is then sintered, the sintering shrinkages of 
both nnateriais become identical to each other (14.5 5 
%), so that the occurrence of cracking can be pre- 
vented. 

Similarly, when injection molding is conducted 
using an Fe-6.5 % Si alloy (lii) having a mean particle 
diameter of 20 ^tm and a binder content of 40 % by vol- io 
ume and an Fe-50 % Co alloy (iv) having a mean grain 
diameter of 8 |xm and a binder content of 42 % by vol- 
ume as raw nnateriais to provide a composite that is 
then sintered, the sintering shrinkages of both mate- 
rials become identical to each other (1 5.5 %), so that is 
the occurrence of cracking can be prevented. 

In practice, there Is no need for the sintering 
shrinkages of both materials to conform to each 
other, and the difference in shrinkage may be 5 % or 
less, preferably 2 % or less. As is apparent from the 20 
description in the examples, which will be described 
later, wh n the difference in the sintering shrinkage 
is more than 5 %, the probability of occurrence of 
cracking is approximately 100 %, while when the dif- 
ference in the sintering shrinkage Is less than 2 %, the 25 
probability of prevention of cracking is approximately 
100%. 

In the method wherein use is made of a gradually 
varied composition, when an Fe-50 % Co alloy and an 
Fe-6.5 % Si alloy are represented by A and B, respec- 30 
lively, Aand B are not directly joined to each other. In 
this case, injection molding is conducted a plurality of 
times so that the composition is stepwise and gradu- 
ally varied as follows: 1 00 % A/75 % A + 25 % B/50 % 
A + 50 % B/25 % A + 75 % B/100 % B (in this case, 35 
injection molding is conducted five times). Then, the 
binder is renrK)ved from the molded article, and the 
molded article is then sintered to give a sintering body 
wherein the sintering shrinkage is gradually changed, 
which prevents the occurrence of cracking. 40 

This method can advantageously prevent the oc- 
currence of Kirkendall voids derived from the diffu- 
sk>n of constituent atoms, which enables a high join- 
ing strength to be maintained. 

The present invention will further be illustrated 45 
with reference to the following non-limitative exanv 
pies. 

Example 1 (Example of use of a compressed 

powder molded article; in connection with Fig. 2 A) so 

1 % by weight of zinc stearate was mixed with an 
Fe-50 % Co alloy powder having a mean particle di- 
ameter of 20 ^m, and the mixture was subjected to 
compressed powder molding to form a cylindrical 55 
molded article 1 having a diameter of 5 mm and a 
length of 20 mm. The molding 1 was inserted into a 
mold for injection molding, an Fe-6.5 % Si alloy pow- 



der having a mean particle diameter of 20 (im was 
mixed with 40 % by volume of a polyethylene bind r, 
and injection molding was conducted to form a com- 
posite molded article 2 having a diameter of 20 mm 
and a thickness of 5 mm as shown in Fig. 2A. 

The molded article was heated at a maximum 
temperature of 435<'C to remove the binder and then 
sintered In a H2 gas stream at 1400*'C for one hour. 
As a result no unfavorable phenomena such as 
cracking, blistering and deformation were observed 
in the sintered body. 

Example 2 (Example using a green sheet molded 
article, in connection with Fig. 2B) 

50 parts by weight of polybutyral as a binder, 15 
parts by weight of dibutyl phthaiate as a plasticizer 
and 400 parts by weight of methyl ethyl ketone as a 
solvent were added to 100 parts by weight of an Fe- 
50 % Co alloy powder having a mean particle diam- 
eter of 20 ym, and kneading was conducted using a 
ball mill. The mixture was cast using the doctor blade 
method to a thickness of 1 mm to form a green sheet 
3 50 mm x 60 mm x 1 mm. 

The green sheet 3 was inserted into a mold for in- 
jection molding, an Fe-6.5 % Si alloy powder having 
a mean particle diameter of 20 |xm was mixed with 40 
% by volume of a polyethylene binder, and injection 
molding was conducted to form a composite molded 
article 4 as shown in Fig. 2 (B). 

The molded article was heated at a maximum 
temperature of 435<*C to remove the binder and then 
sintered in a H2 gas stream at 1400^C for one hour. 
As a result, no unfavorable phenomena such as 
cracking, blistering and deformation were observed 
in the sintered body. 

Example 3 (Relationship between shrinkage during 
sintering and occurrence of cracking) 

Kneaded products wherein the shrinkage during 
sintering varied via the regulation of the mean partic- 
le diameter, and the binder content of the Fe-50 % Co 
alloy and the Fe-6.5 % SI alloy were prepared. An Fe- 
50 % Co alloy portion was formed by injection mold- 
ing and inserted into a mold, and an Fe-6.5 % Si alloy 
was subjected to injection molding so as to prepare a 
molded article shown in Fig. 6. The molded article 
was degreased and sintered and subjected to a 
shrinkage measurennent at the time of sintering the 
Fe-50 % Co alloy portion 1 8 and the Fe-6.5 % Si alloy 
portion 19, and it was determined whether or not 
cracking had occurred . 

Fig. 7 is a graph showing the relationship be- 
tween a difference in shrinkage at the time of sinter- 
ing and the incidence of cracking; when the differ- 
ence in shrinkage at the time of sintering is 5 % or 
more, the probability of cracking occurring is 100 %. 
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Therefore, when a sintered body is prepared accord- 
ing to the process of the present invention, the differ- 
ence in shrinkage at the time of sintering should be 5 
% or less. On the other hand, when the difference in 
shrinicage at the tinne of sintering is 2 % or less, no 5 
cracl<ing occurs. From this fact, the difference in 
shrinkage at the time of sintering is desirably 2 % or 
less. 

In Examples 1 and 2 as well, a similar experiment 
was conducted with the shrinkage at the time of sin- io 
tering being varied via the regulation of the mean par- 
ticle diameter and the binder content of the Fe-50 % 
Co alloy and the Fe-6.6 % Si alloy. As a result, the re- 
lationship between the difference in shrinkage at the 
time of sintering and the inckience of cracking was is 
the same as that obtained in Example 3. 

Example 4 (Example of application to magnet base 
for wire dot printer, in connection with Fig. 3) 

20 

Fig. 5 is a cross-sectionai view of a structure of 
a release type wire dot printer wherein a coil 7 is 
wound around a core 6 constituting a magnet base 5 
to form an electromagnet. 

A permanent magnet 8 is provided at one end of 25 
the magnet base 5 and always attracts an armature 
9 with the magnet base 5 serving as a magnetic flux 
path. When the coil 7 is energized to generate a re- 
verse magnetic field, the attraction of the armature 9 
is eliminated, thereby causing a wire 1 0 to be project- 30 
ed and printing to be conducted. 

In the prior art, the whole magnet base 5 compris- 
es a sintered tx)dy comprised of an Fe-50 % Co alloy. 

However, the use of an Fe-50 % Co alloy (specific 
gravity: 8.18) in the core 6 forming portion alone is 35 
sufficient, and the use of pure iron (specific gravity: 
7.88) or an Fe-6,5 % Si alloy (specific gravity: 7.49) 
having improved magnetic properties is sufficient In 
the other portion, that is, the magnet base portion 
(yoke portion). This contributes to a reduction in 40 
weight and a reduction in cost. 

At t he outset, an Fe-50 % Co alloy powder having 
a mean particle diameter of 8 (im was kneaded with 
40 % by volume of a binder by means of a pressure 
kneading nnachine to provide a kneaded product. 45 

Separately, an Fe-6.5 % Si alloy powder having 
a mean particle diameter of 20 ^m was kneaded with 
38 % by volume of a binder by means of a pressure 
kneading machine to provide a kneaded product. 

The binder is based on polyethylene and conrv 50 
posed mainly of polyethylene and polymethyi metha- 
crylate (abbreviated to "PMMA" ). 

At the outset, the kneaded product comprising an 
Fe-50 % Co alloy was subjected to injection molding 
to provide a molding for use as a core 6 portion shown 55 
in Fig. 3. The molding was inserted into a mold for in- 
jection molding, and the kneaded product comprising 
an Fe-6.5 % SI alloy was injection-molded integrally 



with the core portion to provide a magnet base 12 
comprising a composite molding. 

The binder was removed from the magnet base 
at a maximum temperature of 435^C. and the magnet 
base was then sintered in a H2 gas stream at 1400°C 
for one hour. As a result, no unfavorable phenomena 
such as cracking, blistering and deformation were ob- 
served in the sinter. 

The magnet base was incorporated in a printer, 
and a comparison was made on the printing speed. 
As a result, the printing speed was 111 cps compar- 
able to 110 cps, which was the printing speed when 
the conventional magnet base comprised of sintered 
body of Fe-50 % Co only was used. 

The weight of the magnet base was 1 30 g, where- 
as the magnet base of the present invention was re- 
duced to 121 g. Further, the price of the raw material 
powder could be reduced by 40 %. 

Example 5 (Example of application to magnet base 
for wire dot printer, in connection with Fig. 4) 

An Fe-50 % Co alloy powder having a mean par- 
ticle diameter of 20 ^im and an Fe-6.5 % Si alloy pow- 
der having a mean partide diameter of 20 ^m were 
weighed, and the polyethylene binder was added in 
an amount of 40 % by volume to prepare the following 
5 kinds of material. 

(1) 60 % by volume (Fe-50 % Co alloy system) + 
40 % by volume (binder) 

(2) 45 % by volume (Fe-50 % Co alloy system) + 
15 % by volume (Fe-6.5 % Si alloy system) + 40 
% by volume (binder) 

(3) 30 % by volume (Fe-50 % Co alloy system) + 
30 % by volume (Fe-6.5 % Si alloy system) + 40 
% by volume (binder) 

(4) 15 % by volume (Fe-50 % Co alloy system) + 
45 % by volume (Fe-6.5 % Si alloy system) * 40 
% by volume (binder) 

(5) 60 % by volume (Fe-6.5 % Si alloy system) + 
40 % by volume (binder) 

Then, kneading was conducted by means of a 
pressure kneading machine to provide a kneaded 
product. 

At the outset, the kneaded product of the above 
material (1) comprising an Fe-50 % Co alloy was in- 
jection-molded to prepare a molded article for use as 
a core 6 shown in Fig. 4, and the molded article was 
inserted Into a separate mold for injection molding a 
magnet base. Then, the kneaded product of material 
(2) was injection-molded to prepare a layer 13 of ma- 
terial (2) having a thickness of 1 mm. This molding 
was inserted into a separate mold for injection mold- 
ing a magnet base, and the kneaded product of ma- 
terial (3) was injection-molded into a layer 14 of ma- 
terial (3) having a thickness of 1 mm. Similarly, a layer 
15 of material (4) having a thickness of 1 mm was 
formed, the molding was inserted into a separate 
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mold for injection molding a magnet base, and the 
kneaded product of material (5) was injection-molded 
Into a yoke portion 16, thereby forming a magnet 
base 17. 

The binder was removed from the magnet base 
at a maximum temperature of 435*^C and sintered in 
a H2 gas stream at 1400°C for one hour. As a result, 
no unfavorable phenomena such as cracking, blister- 
ing and deformation were observed in the sintered 
body. Observation of the boundary portbn under a 
microscope revealed that no Kirkendall void occur- 
red. 

Example 6 (Example of applicatton to magnet base 
for wire dot printer) 

A magnet base was formed in the same manner 
as that of Example 4. except that the nr)aterial was 
changed. 

Specifically, an Fe-50 % Co alloy (sintering den- 
sity: 95 %) was used as the material for forming the 
core 6, and an Fe-50 % Co alloy (sintering density: 86 
%) was used as the material for forming the other 
portion. 

An Fe-50 % Co alloy powder having a mean par- 
ticle diameter of 8 was kneaded with 40 % by vol- 
ume of a binder by means of a pressure kneading ma- 
chine to form a first kneaded product 

An Fe-50 % Co alloy powder having a mean par- 
ticle diameter of 30 ^m was kneaded with 38 % by vol- 
ume of a binder by means of a pressure kneading ma- 
chine to form a second kneaded product. 

The binder is based on polyethylene and conv 
posed mainly of polyethylene and polymethyl metha- 
crylate (abrevlated to "PMMA"). 

At the outset, the first kneaded product compris- 
ing an Fe-50 % Co alloy was subjected to injection 
molding to provide a nnolded arttole for use as a core 
6 portion shown in Fig. 3. The ntolded article was in- 
serted into a mold for injection molding, and the sec- 
ond kneaded product comprising an Fe-50 % Co alloy 
was injection-molded integrally with the core portion 
to provide a magnet base 12 comprising a composite 
molded article. 

The binder was removed from the magnet base 
at a maximum temperature of 435°C, and the magnet 
base was then sintered in a H2 gas stream at 1400°C 
for one hour. As a result, no unfavorable phenomena 
such as cracking, blistering and deformation were ob- 
served in the sintered body. 

The magnet base was incorporated in a printer, 
and the printing speed was compared with that of a 
magnet base consisting of an Fe-50 % Co alloy hav- 
ing a mean particle diameter of 8 ^m. As a result, the 
printing speed was 108 cps, which is substantially 
identical to the printing speed when the conventional 
magnet base was used, that is, 110 cps. 

The weight of the conventional magnet base was 



130 g, whereas the magnet base of the present inven- 
tion could be reduced to 120 g. Further, the price of 
the raw material powder could be reduced by 30 %. 

5 Example 7 (Example of another application to a 
magnet base for a wire dot printer) 

A magnet base was formed in the same manner 
as that of Example 4, except that the material was 

10 changed. 

Specifically, an Fe-6.5 % Si alloy was used as the 
material for forming the core 6, and Fe was used as 
the material for forming the other portion. 

An Fe-6.5 % Si alloy powder having a mean par- 
ts tide diameter of 8 jun was kneaded with 40 % by vol- 
ume of a binder by means of a pressure kneading ma- 
chine to form a first kneaded product 

An Fe powder having a mean particle diameter of 
20 \ixr\ was kneaded with 38 % by volume of a binder 

20 by means of a pressure kneading machine to form a 
second kneaded product 

The binder is based on polyethylene and com- 
posed mainly of polyethylene and polymethyl metha- 
crylate (abbreviated to "PMMA"). 

25 At t he outset, the kneaded prod uct comprising an 

Fe-6.5 % Si alloy was subjected to injection molding 
to provide a molded article for use as a core 6 portion 
shown in Fig. 3. The molded article was inserted into 
a mold for injection molding, and the kneaded product 

30 comprising Fe was inject ion- molded integrally with 
the core portion to provide a magnet base 12 com- 
prising a composite molded article. 

The binder was removed from the magnet base 
at a maximum temperature of 435°C, and the magnet 

35 base was then sintered in a gas stream at 1400*'C 
for one hour. As a result, no unfavorable phenomena 
such as cracking, blistering and deformation were ob- 
served in the sintered body. 

The magnet base was incorporated in a printer, 

40 and the printing speed was compared with that of a 
magnet base consisting of an Fe-6.5 % Si alloy alone. 
As a result, the printing speed was 69, cps which is 
substantially identical to the printing speed when the 
conventional magnet base was used, that is. 70 cps. 

45 Although the weight of the magnet base was 1 25 
g which was 5 % larger than the weight of the con- 
ventional magnet base, that is, 119 g. the price of the 
raw material powder could be reduced by 30 %. 
Boring and screw cutting could be easily conduct- 

50 ed in the portion of Fe. 

In the practice of the present invention wherein 
a composite molded article is formed and sintered, a 
reduction in weight and a reduction in cost becomes 
possible, and boring of the sintered body, which was 

55 unattainable in the prior art, becomes possible 
through proper selectbn of the material. 
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Claims 

1 . A process for producing a sintered body, compris- 
ing inserting a separately formed first moulded 
article in a mould for injection moulding, injection- 
moulding a material Identical to, or different from 
that of the first moulded article in the mould so 
that the injected material and the first moulded 
article together form a second moulded article, 
degreasing the second moulded article, sintering 
the degreased article thereby obtaining a sin- 
tered body, with the difference in shrinkage dur- 
ing the sintering between the first moulded arti- 
cle and the Injection moulded portion of the sec- 
ond moulded article other than the first moulded 
article portion being 5 % or less. 

2. A process according to Claim 1. wherein the dif- 
ference in shrinkage during the sintering is con- 
trolled via the regulation of the grain size of a raw 
material powder and the amount of binder env 
ployed for the formation of the second moulded 
article. 

3. A process according to Claim 1 or 2, wherein the 
first moulded article is an article formed by pow- 
der compression moulding. 

4. A process according to Claim 3, wherein the ar- 
ticle formed by powder compression moulding is 
placed at a position in the mould for injection 
moulding corresponding to a protrusion or thick- 
walled portion of the second article. 

5. A process according to Claim 1 or 2, wherein the 
first moulded article is an article formed by green 
sheet moulding. 

6. A process according to Claim 5, wherein the ar- 
ticle formed by green sheet moulding is placed at 
a position In the mould for injection moulding cor- 
responding to a thin-walled portion of the second 
moulded material. 

7. A process according to any preceding claim, 
wherein the difference in shrinkage during the 
sintering Is 2% or less. 

8. A process according to any preceding claim, fur- 
ther comprising inserting the second moulded 
article in a mould for injection moulding and injec- 
tion-moulded a material different from those of 
the first and second moulded articles in the 
mould so that the injected material and the sec- 
ond moulded article togetherform a third mould- 
ed article, and if necessary repeatedly conduct- 
ing such a moulding step to form a moulded arti- 
cle of stepwise and gradually varied composi- 



tions. 



9. A process as claimed in any preceding claim, 
wherein said sintered body is a magnet base 

5 comprising a core portion or core-containing per- 

ipheral portion and a portion constituting a mag- 
netic circuit, said first moulded article constitut- 
ing said core portk)n or core-containing peripher- 
al portion and said injection moulded portion of 

10 the second moulded article constituting said 
magnetic circuit-constituting portion. 

1 0. A magnet base comprising a core portion or core- 
containing peripheral portion and a portkin con- 

15 stituting a magnetic circuit, wherein the core por- 
tion orcore-contatning peripheral portbn and the 
magnetic circuit-constituting portion are com- 
posed of materials different from each other or of 
the same material having different densities. 

20 

11. A magnet base as set forth in Claim 10 or a proc- 
ess as claimed in Claim 9, wherein the core por- 
tion or core-containing peripheral portion com- 
prises an Fe-50% Co alloy and the magnetic clr- 

25 cuit-constituting portion comprises an Fe-Si al- 

loy, 

12. A magnet base as set forth in Claim 10 or a proc- 
ess as claimed in Claim 9, wherein the core por- 

30 tlon or core-containing peripheral portion com- 

prises an Fe-6.5 % Si alloy and the magnetic cir- 
cuit-constituting portion comprises an Fe or an 
Fe-0-3 % Si alloy. 

36 13. A magnet base as set forth in Claim 10 or a proc- 
ess as claimed in Claim 9, wherein the core por- 
tion or core-containing peripheral portion has a 
sintering density of 90 % or more and the magnet- 
ic circuit-constituting portbn has a sintering den- 

40 sity of 80 to 90%. 

14. A magnetic base as set forth in Claim 10, further 
comprising portions of different materials where- 
in the boundary of the portions have stepwise or 
45 continuously varied compositions. 
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@ Process for producing sintered body and magnet base. 



@ A process for producing a sintered body, 
comprising inserting a separately fomied first 
molded article in a mold for Injection molding, 
injection-molding a material identical to or dif- 
ferent from that of the first molded article in the 
mold so that the injected material and the first 
molded article form together a second molded 
article, degreasing the second molded article, 
sintering the degreased article thereby obtain- 
ing a sintered body having a difference in shrin- 
kage during the sintering between the first 
molded article and the injection molded portion 
of the second molded article other than the first 
molded article portion being 5 % or less. The 
resulting sintered body is useful as a magnet 
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